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Description 

The present invention relates to a method of fornv 
ing protein miaoparticles using gas antisolvent precipi- 
tation and to compositions of such proteins. 

Conventional means of administering drugs (e.g., 
pills and tablets) provide a single burst or peak of drug 
in the blood. This initial spike is followed by a decay in 
blood concentration. Because every drug has a range of 
concentration below which its ttierapeutic effect is linv 
Hed, and above which toxic side effects occur, it is desir- 
able to release the drug at a controlled rate and 
minimize fluctuations. In controlled release, this is 
achieved by incorporating a rate-limiting step into the 
design of the delivery system. Among the many types of 
controlled release systems there are bloerodble poly- 
mer microspheres in the range of 1 to 50 micrometers 
(urn). Such small microspheres can be injected subcu- 
taneously or intramuscularly. Bioerodibte polymers are 
materials that are degraded by body fluids to non-toxic 
products. The polymer particles contain the drug of 
interest in dispersed form. Drug release occurs partly as 
a result of polymer degradation inside the body Sys- 
tems aimed at providing spatial or temporal control of 
drug release in the body are referred to generically as 
controlled drug delivery devices. 

Controlled release of proteins, such as therapeutic 
enzymes, requires the formation of small particles 
which can be uniformly dispersed in the polymer matrix. 
Techniques to produce protein particles include spray 
drying, tyophilization, milling, grinding, and protein 
micronisation. WO/90/132. Only the last method leads 
to small particles. 

Jean W. Tom and Pablo G. Debenedetti. "Formation 
of Bioerodibte Microspheres and Microparticles by 
Rapid Expansion of Supercritical Solutions". Depart- 
ment of Chemical Engineering. Princeton University, 
1991. disclose a process to make biocompatible and 
bioerodible polymer microspheres, mainly polyhydroxy 
acids including poly(L-lactic acid) (L-PLA). poly(D,L-lac- 
tic acid). (DL-PLA) and po!y(glycolic acid) (PGA). Micro- 
particles and microspheres of these polymers were 
made with the goal of being used for controlled delivery 
of pharmaceuticals. Nucleation of poly{L-lactic acid) 
from CO2 and C02-acetone mixtures produced micro- 
particles and microspheres ranging from 4 to 25 
micrometers (iim). Microspheres (2-20 pm) were also 
obtained using chlorotrifluoromethane as a solvent 

TTie technique to produce the microspheres and 
microparticles used by Tom and Debenedetti involved 
applying rapid expansion of supercritical solutions. This 
was known from Matson et al., "Expansion of Supercrit- 
ical Fluid Solutions: Solute Formation of Powders, Thin 
Films and Fibers". Ind. Eng. Chem. Res. 26, 2298-2306 
(1987). In tine process of rapid expansion of supercriti- 
cal solutions, a nonvolatile solute is dissolved in a 
supercritical fluid. The resulting solution is highly com- 
pressitde in the vidnrty of the solvents critical point 



Nucleation of the solute is triggered mechanically by 
reducing the solution's density through a rapid expan- 
sion, thereby reducing its dissolving capacity; Kumar et 
at., "Modelling the Solubility of Solids in Supercritical 

5 Ruids wttii Density as the Independent Variable", J. 
Supercrit. Fluids. 1988, 1, 15-22. The combination of a 
rapidly propagating mechanical perturbation and high 
supersaturation ratios leads to uniform conditions witiiin 
the carier fluid and hence, in principle, to narrow partl- 

10 de size distributions into small particles. 

Chang et af.. "Solvent Expansion and Solute Solu- 
bility Predictions in Gas-Expanded Uquids", AlChE 
Journal. 36. No. 6. 939-942 (1990) disdose gas antisol- 
vent addition for liquid phase precipitation of solids. See 

15 also Gallagher et a!., "Gas (Gas Anti-Solvent) Recrys- 
tallization: A New Process to Recrystaliize Compounds 
Insoluble in Superaitical Ruids", Am. Chem. Soc. 
Symp. Ser.. No. 406 (1989). 

Chang et al. disclose recrystallization of acetami- 

so nophen from butanol and p-carotene from toluene using 
COg. The COg was charged at tiie top of ttie column or 
reservoir containing the solution to be gas expanded. 

RR1FF nFRHRlPTlON OF THE DRAWINGS 

25 

Rgure 1 is a schematic drawing of an experimental 
apparatus for the gas antisolvent recrystallization and 
liquid expansion useful in tiie present invention. In Fig- 
ure 1 "V" represents valves, "PI" represents pressure 
30 sensors, "TP represents temperature sensors. Back 
pressure regulators, rotameters, filters, check valves, 
metering valves, shut-off valves, rupture discs, and heat 
exchangers are depicted with conventional symbols. 

Rgure 2 is a microphotograph magnified 8.000 
35 times showing catalase particles made in Example 1 
tiie partides collected on the glass slides upside. 

Rgure 3 is a microphotograph of the same material 
as in Figure 2 having a magnification of 15,000. 

Rgure 4 is a miaophotograph of the same material 
40 as in Figure 3 where the partides are collected on a fil- 
ter and magnified 1 0,000 times. 

Rgure 5 is a microphotograph as redted in Rgure 4 
magnified 15.000 times. 

Rgure 6 is a microphotograph of the insulin parti- 
45 cles made according to Example 2 magnified 10.000 
times and collected on a filter. 

Rgure 7 is a microphotograph of insulin particles 
made in Example 2 magnified 5,500 times and collected 
on a filter. 

so 

Description 

Referring to Rgure 1 , a solution of dissolved pro- 
tein, from solution source 14 (in which the solution can 
55 be prepared and/or stored) is fed to crystallizer 1 0. The 
solution is fed through suitable flow metering means, 
such as rotameter 30 and high pressure liquid pump 32. 
The pressure can be controlled using a back-pressure 



2 



3 EP0 542 

regulator 34. The solution can be brought to the desired 
tenperature by a suitable heating means, such as coils 
36. which are kept at the desired temperature by circu- 
lating air. Heating can be provided by strip heaters and 
forced circulation of air. s 

Ttie pressurized solution Is fed to crystallizer cham- 
ber 20. Preferably, it is injected into the top of the crys- 
tallizer through a laser-drilled platinum disc 53 to 
produce a fine ^ray of solution drtplets in the crystal- 
lizer chamber 20. Disc 53 thus will have at least one ori- id 
f ice to produce a fine spray. Typical the orifice is from 5 
to 50 and preferably from 10 to 30 and most preferably 
from 15 to 20 micrometers in diameter. Preferably the 
solution takes the form of a plurality of droplets having a 
diameter of from 10 to 500 jim. at least one continuous is 
fine stream having a diameter of less than 1 millimeter, 
or a thin film having a thickness of less than 1 millimeter. 

An antisoivent gas is fed from antisolvent gas tank 
1 8 to an antisolvent gas compression pump 40. The gas 
pressure can be controll ed by a gas back-pressure reg- 20 
ulator 42. The temperature of the antisolvent in tank 18 
will range of from 10 to 40''C. preferably from 20 to 
30*C. such as liquid carbon dioxide at 25''C. The anti- 
solvent is cooled in heat exchanger 44 with solvent 
pump 40 bringing the liquid antisolvent to supercritical 2S 
pressure. Excess solvent in the gas stream can recycle 
back to the liquid inlet side of the pump 40. 

Typical conditions at the outlet of pump 40 are from 
25 to 45'*C and more preferably from 30 to 40'C, and 60 
to 200 atmosphere pressure, more preferably 100 to so 
150 atmosphere pressure. The compressed antisolvent 
is fed through suhatrie micrometering means, such as 
micrometering valve 46. Optionally, there can be addi- 
tional thermostating means such as coils 48 between 
solvent pump 40 and crystallizer 10. The supercritical 3S 
antisolvent gas then is fed to crystallizer chamber 20 at 
a controlled rate so as to contain a continuum of super- 
critical gas. 

In crystallizer chamber 20 the supercritical antisol- 
vent gas dissolves in the protein solution at a controlled 40 
rate depending on the stream or droplet geometry, tem- 
perature and concentration. As solution expands, the 
soluble material precipitates out. Use of a continuum of 
supercritical fluid and passage of a fine stream, film, or 
droplets through the supercritical gas results in rapid 4S 
expansion of the liquid solution and precipitation of tiie 
dissolved materials extremely fine particles less ttian 5, 
more preferably less than 3, and most preferably less 
than 1 micrometer in equivalent diameter, particularly 
for soluble material which precipitates out in a globular so 
shape. Needle-like precipitates have a diameter of less 
than about 3 and more preferably less than 1 microme- 
ter with a length of less than 5, and preferably less than 
3 micrometers. The rapid precipitation results in a nar- 
row particle distribution as exemplified and shown in ss 
Figures 2 to 7. 

The depleted solution and spent supercritical anti- 
solvent gas are fed to depressurization tank 22, to be 
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brought back to ambient conditions. The precipitated 
crystals are collected from the crystallizer 10 at crystal 
collection port 26. The crystals can be collected by any 
suitable means, such as on a filter and/or a glass plate. 

A fluid mixture of spent solvent and supercritical 
fluid can be collected from tiie bottom of the crystallizer 
chamber 20 through line 50. The fluid mixture passes 
through valve V7 to collection tank 52 through valve V4 
to depressurization tank 22 where the mixture is 
depressurized and expanded to atmospheric pressure. 

The system shoukl be sized to handle pressures of 
up to 6000 psi, and preferably in the range of from 
atiTiospheric pressure to 6.000 psi from temperatures 
ranging from 20'C to eO'C and preferably 30*0 to SO'C. 

Different flow patterns can be used in crystallizer 
10. The direction of antisolvent supercritical gas flow in 
the crystallizer (upward or downward) can be deter- 
mined by the valves before and after the crystallizer. For 
upward flow in the crystallizer, valve V2 and valve V3 
are open, and valve VI and valve V4 are closed. Where 
the antisolvent fluid is to flow downward the valves are 
reversed. The flow of protein solution can be cocunent 
or countercunent to tiie flow of antisolvent fluid. In the 
preferred embodiment with continuous ^Deration, pro- 
tein solution is pumped into the crystallizer by high pres- 
sure liquid pump 32 and its instantaneous flow rate is 
measured by the liquid rotameter 30. The pressure is 
controlled using a backpressure regulator 34 and pres- 
surized protein solution is injected into the top of the 
crystallizer. The antisolvent gas is also injected into tiie 
top of the crystallizer for cocurrent flow of both the 
supercritical solvent fluid continuum through the crystal- 
lizer and the protein solution through the crystallizer. 
both from top to bottom. The crystallizer can be oper- 
ated in batch, semi-batch or continuous operation. The 
solution of soluble material can be passed through 
cocunentty or countercurrentiy in relation to a contin- 
uum sti-eam of antisolvent supercritical gas. 

Suitable soluble material are protein, particulariy 
hydrophobic enzymes such as insulin, catalase, adren- 
ocorticotrophin hormone, and peroxidase. The method 
has applicability, however, to virtually any protein and is 
not dependent on chemical structure or biological activ- 

Hy. 

Useful solutions for the protein conrprise at least 
one non-aqueous solvent suchs as ethanol. formamide, 
dimethylsulfoxide. tetrahydrofuran, acetic acid, dlmeth- 
ylformamide, ethylene glycol, liquid polyethylene glycol 
and dimethylaniline. 

Superaitical gases which can be used include (witii 
an indication of its critical temperatures (*C) and critical 
pressures (atm)) include etiiane (32.2*'C, 48.1 atm). 
ethylene {9.21 *C. 39.7 atm): sulfur hexafluoride 
(45.5-C. 37.1 atm), nitrous oxide (36.5°C. 71.7 atm) 
chlorotrifluoromethane (28*C. 38.7 atm). and 
monofluoromethane (44.5''C, 58 atm). A solution of 
water and ethanol has been used. However, the pres- 
ence of water in such solutions has been found to lower 
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the production of small particle protein. 

In accordance with the present invention there is 
obtained a protein composition having protein particles 
wherein substantially all of the protein particles are arti- 
ficially isolated and have an equivalent diameter of less 
than 5. more preferably less than 3. and most preferably 
less than 1 micrometer. The protein composition has a 
nan-ow particle distribution shown in Figures 2-7. These 
proteins have uniform or caitrolled chemical conposi- 
tions. Therefore, sanples of a composition consisting 
essentially of a desired protein can be isolated and 
made. 

The isolated proteins of the present invention can 
be used to make t^nporal drug release compositions. 
Such compositions can conrprise a bioerodiWe poly- 
meric matrix and at least one protein having an equiva- 
lent diameter of less than 3 micrometers. Preferred 
polymers are polyhydroxy adds such as those selected 
from the group consisting of po!y(L-lactic acid), 
poly{D.L-iactic acid) and poIy{glycolic acid). The compo- 
sition can comprise for 0.1 to 50 weight percent of the 
protein. 

Preferably the drug release compositions contain a 
polymer matrix having a continuum of bioerodible poly- 
mer matrix with the protein particles dispersed there- 
with. Such particles can be made by means known in 
the art as discussed above. 

Following are several Exanples which illustrate the 
nature of the invention and the manner of carrying it out. 

Referring to Figure 1, liquid cartx)n dioxide in sol- 
vent tank 18 was compressed by high pressure liquid 
pump 40 which was an American Lewa Plunger Meter- 
ing Pump, Model EL-I; rated at 6,000 psi and 2 gallons 
per hour. The pressure was oontrolled by a back-pres- 
sure regulator 42 which was a Tescom, Model 54-2100 
Series, rated at 6.000 psi. The compressed cart»n 
dioxide was introduced into a see-through crystallizer 
20 which was a Jerguson Gauge. Model 19T40. 316 
stainless steel 5,000 psi. 1 .3 centimeter by 1 .3 centime- 
ter. 31 .8 centimeter long. 50 cubic centimeter through 
micrometering valve 46 wrtiich was an Autoclave Engi- 
neering Micrometering Valve 60VRMM. The pressu- 
rized carbon dioxide was preheated in coiled tubes 48. 

The pressure in the crystallizer was indicated by a 
cryst^lizer pressure gauge 54 which was a Bourdon 
Gauge. Omega Model PGJ-45B-5000. rated at 5000 
psi. and controlled by back-pressure regulator 59 which 
was a Tescom 26-1700 Series, rated at 6,000 psi. 

The protein solution from protein solution tank 14 
was pumped in continuous operation by a high pressure 
pump which was a Milton Roy LDC Duplex Metering 
Punp. The instantaneous flow was measured by liquid 
rotameter 30 which was a Fischer and Porter; Model 
10A6132. 0-14 cubic centimeters per minute of water 
flow. The pressure of the protein solution was controlled 
using a back-pressure regulator 34 which was a Tes- 
com; 26-1700 Series. 10.000 psi rated regulator. The 
protein solution was preheated in coiled tubes 36. 
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The pressurized protein solution was injected into 
the top of the crystallizer 10 through a laser-drilled plat- 
inum disc 53, Ted Pella; 3 mrri OD x 0.24 mm thick; 20 
micrometers in diameter 

s At the bottom of the crystallizer the protein particles 
were precipitated and deposited on an inclined glass 
slide after crystallization. The plane of the glass slide 55 
was at a 1 0" angle to the direction of the protein solution 
flow. Additionally, a filter 57. Mott Metallurgical: 316 

10 Stainless Steel 1.6 centimeters in diameter, 0.5-2 
micrometer pore size was located below the glass slide 
to collect all the protein particles. A thernK)couple 56, 
Omega Engineering Type J. was placed in the middle of 
the crystallizer to monitor the temperature. 

IS Protein particles collected on the glass slides were 
examined through a Carl Zeiss Universal Optical Micro- 
scope and a Scanning Electron Microscopy JEOL JSM- 
840A. with samples coated with gold-palladium. The 
particles on the microfitter were also examined with the 

20 Scanning Electron Microscope. 

The fluid mixture of carbon dioxide, ethanol and 
water coming out of the crystallizer was depressurized 
and expanded to atmospheric pressure by passing 
through a cylindrical depressurizing tank 22, SwageloK 

25 1 50 ml, 5,000 psi and back-pressure regulator 58. Tes- 
com, 26-1700 Series, rated at 6.000 psi. 

The instantaneous and total flow rates of solute free 
CO2 gas were measured with rotameter 60 (Fischer and 
Porter; Model 10A4555. 0-3.35 SCFM AIR and dry test 

30 meter 62, American Meter; Model DTM200A. respec- 
tively 

During the experiment the normal flow rates of pro- 
tein solution and arttisolvent gas were 0.35 cm^/min and 
35g/min. respectively, and typical operating time was 4 

35 hours for continuous operation. The whole system was 
enclosed in an air chanrtoer where temperature was 
controlled using a PID temperature controller, Omega 
Engineering Model CN9000. and strip heaters. 

To measure the expansion behavior of C02-ethanol 

40 solution, 20 mis of ethanol solution was preloaded into 
the crystallizer and pressure was increased by 200 psi 
increments through valves V2 and V7. Gas solvent was 
then circulated through valve V8, crystallizer 20 and 
valve V5 using a high pressure compressor (Haskell; 

45 Double Acting Single Stage Model ACD-62) with dosed 
valves V6 and V7 until the system reached the equilib- 
rium state and the liquid level remained constant. 

gxarpplg 1 

so 

Catalase particles. Figures 2-5, were made having 
an equivalent diameter of less than 1 Im. 

A solution of 20 mg catalase (from bovine liver) 
[Sigma Chemicals C-40) in 200 ml of 90% ethanol 
ss (Pharmco Products Co.. 200 proof) and 10% water 
(deionized through a reverse osmosis apparatus. Hydro 
Picosystem) was used. The pH of the solution was 
adjusted to 3.22 with hydrochloric acid. 
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Liquid carbon dioxide (MG Industries; Bone-dry 
grade, >99.8%) was conpressed by a high pressure liq- 
uid pump 40. The delivery pressure (1 600 psi) was con- 
trolled by a back-pressure regulator 42. The 
pressurized liquid was preheated to a superaitical tem- 
perature (SS^C) and flowed through coiled tube 48 
before errtering the crystalllzer 10. The system was 
ertclosed and thermostating was achieved by circulating 
hot air under temperature control (Omega Engineering 
Model CN9000). with heating provided by strip heaters. 
The see-through crystallizer chamber 20 was kept at 

The supercritical fluid was fed to the crystallizer 
through a micrometering valve 46. with valves VI and 
V4 open; and V2 and V3 closed. The pressure inside 
the crystallizer was kept at 1300 psi by back-pressure 
regulator 59. The instantaneous and total flow rates of 
supercritical fluid were measured with rotameter 60 and 
dry test meter 62. respectively. The flow rate of the 
supercritical fluid was 33 g/min. 

The liquid solution containing the enzyme was 
pressurized and circulated by liquid pump 32 and back- 
pressure regulator control (1430-1530 psi"). Tbe solution 
circulated through coil 36 and was preheated to 35°C. tt 
entered the top of the crystallizer through a laser-drilled 
platinum disc (Ted Pella: 3 mm OD x 0.24 mm thick: 20 
^m). and emerged as very small droplets. The liquid 
flow rate was 0.35 cc/min. The liquid and supercritical 
streams circulated cocurrently downwards. 

The fluid mixture of carbon dioxide, ethanol and 
water exiting the crystallizer was depressurized and 
expanded to atmospheric pressure by flowing through 
cylindrical depressurizing tank 22. and back-pressure 
regulator 58. 

The supercritical fluid expanded and eventually dis- 
solved most of the liquid solvent, causing the enzyme 
particles to precipitate. The particles were collected on 
an inclined glass slide located at the bottom of the crys- 
tallizer, forming an angle of approxinrately 10" to the 
direction of the protein solution's flow. Particles were 
also collected on a filter (Mott Metallurgical; 316 Stain- 
less Steel, 1 .6 cm diameter. 0.5 \ar\ pore size). The car- 
bon dioxide outlet was located approximately 8 cm 
above the filter. The duration of the experiment was 260 
minutes. 

Figures 2 and 3 are particles collected on the glass 
slide's up side (facing the nozzle). Figures 4 and 5 are 
particles collected on the fitter. 

Example 2 

The pH of a solution of 20 mg zinc insulin [Miles: 
low endotoxin 86-003] in 200 mi of 90% ethanol 
(Pharmco Products Co., 200 proof)-10% water (deion- 
ized through a reverse osmosis apparatus. Hydro Pico- 
system) was adjusted to 2.56 with hydrochloric add. 

Liquid carbon dioxide (MG industries; Bone-dry 
grade.>99.8%) was compressed by a high pressure liq- 



uid pump 40. The ddivery pressure (2000 psi) was con- 
trolled by a back-pressure regulator 42. The 
pressurized liquid was preheated to a supercritical tem- 
perature (SS'C) as it flowed through coiled tube 48 

5 before ertering the crystallizer 10. The system was 
enclosed, and thermostatting was achieved by circulat- 
ing hot air under temperature control (Omega Engineer- 
ing Model CN9000), with heating provided by strip 
heaters. The see-through crystallizer chamber 20 was 

10 kept at ZS^C. 

The supercritical fluid was fed to the crystallizer 
through a micrometering valve 46. vnth valves 1 and 4 
open; and 2 and 3 closed. TTie pressure inside the crys- 
tallizer was kept at 1300 psi by back-pressure regulator 

15 59. The instantaneous and total flow rates of supercriti- 
cal fluid were measured with a rotameter 60 and dry test 
meter 62, respectively. The flow rate of the supercritical 
fluid was 35.6 g/min. 

The liquid solution containing the enzyme was 

20 pressurized and circulated by liquid punrp 32 under 
back-pressure regulator 34 control (1450 psi). The solu- 
tion circulated through coil 36 and was preheated to 
35°C. It entered the top of the crystallizer through a 
laser-drilled platinum disc (Ted Pella; 3 mm OD x 0.24 

25 mm thick; 20 urn), and emerged as very small droplets. 
The liquid flow rate was 0.39 cc/min. The liquid and 
superaitical streams circulated cocurrently downwards. 

The fluid mixture of carbon dioxide and water exit- 
ing the crystallizer was depressurized and expanded to 

30 atmospheric pressure by flowing through cylindrical 
depressurizing tank 22 and a back-pressure regulator 
58. 

The supercritical fluid expanded and eventually dis- 
solved most of the liquid solvent, causing the enzyme 

35 particles to precipitate. The particles were collected on 
an inclined glass slide located at the bottom of the crys- 
tallizer, forming an angle of approximately 10** to the 
direction of the protein solution's flow. Particles were 
also collected on a fitter (Mott Metallurgical; 316 Stain- 

40 less Steel. 1 .6 cm diameter, 0.5 \im pore size). The car- 
bon dioxide outlet was located approximately 60 mm 
below the fitter. 

The duration of the experiment was 296 minutes for 
carbon dioxide input, and 237 minutes for liquid input, 

45 followed by 17 minutes of liquid solution flow without 
dissolved enzyme. 

Figures 6 illustrates particles collected on the filter 
which were needlelike having a diameter of less than 1 
fim and being less than 3 iim. Figure 7 illustrates parti- 

50 des collected which were globular, having an equivalent 
diameter of less than about 1 nm. 

While exemplary embodiments of this invention 
have been described, the true scope of the invention Is 
determined from the following clainre. 

55 

Claims 

1. A method of forming dry micropartides of a protein 
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having an equivalent diameter of less than about 5 
[im with a narrow particle distribution which conv 
prises bringing an excess of a supercritical antisol- 
vent having low solvent power for the protein into 
contact with droplets of a liquid solution of said pro- 
tein in a solvent for the protein, the droplets having 
diameters of from about 10 jun to about 500 \im, at 
a controlled rate operable to dissolve in and expand 
the liquid solution and precipitate the dry protein 
particles without substantially changing the pres- 
sure of the supercritical antisolvent 

2. A method according to daim 1 , wherein said protein 
has low water solubility. 

3. A method according to daim 1 , wherein said protein 
is a hydrophobic enzyme. 

4. A method according to daim 1 , wherein said protein 
is selected from the group consisting of insulin, cat- 
alase. adrenocorticotrophin hormone and peroxi- 
dase. 

5. A method according to anyone of claims 1-4. 
wherein said superaitical antisolvent is selected 
from the group consisting of carbon dioxide, 
ethane, ethylene, sulfur hexafluoride, nitrous oxide, 
chlorotrifluoromethane, monofluoromethane and 
.mixtures thereof. 

6. A method according to daim 5. wherein said super- 
critical antisolvent is cartxin dioxide. 

7. A method according to anyone of daims 1-5. 
wherein said solvent for said protein is selected 
from the group consisting of ethanol, dimethylsul- 
foxide. tetrahydrofuran, acetic acid, formamide, 
N,N-dimethylformamide, ethylene glycol, liquid pol- 
yethylene glycol and N,N-dimethylaniline. 

8. A method according to daim 6. wherein said sol- 
vent for said protein is aqueous ethanol. 

9. A method according to anyone of daims 1-7, 
wherein said solution of said protein is sprayed into 
a continuum of said supercritical antisolvent 

10. A method according to anyone of daims 1-8, 
wherein said protein forms generally globular parti- 
cles having an equivalent diameter of less than 1 
Jim. 

11. A method according to anyone of claims 1-8. 
wherein said protein forms needle-like particles 
having an average diameter of less than 3 fim. 

12. A method according to anyone of daims 1-10, 
wherein said droplets of said solution of said protein 



are continuously passed cocurrenlly with a stream 
of said antisolvent gas. 

13. A method according to anyone of daims MO. 
5 wherein said droplets of said solution of said protein 
are continuously passed countercurrently with a 
stream of said antisolvent gas. 

Patentanspruche 

10 

1 . Verfahren zur Bildung trockener Mikropartikel eines 
Proteins mit einem entsprechenden Durchmesser 
von weniger als ungefahr 5 ^m mit einer engen 
KbrngrOBenverteilung, umfassend: in Kbntakl brin- 

15 gen eines Oberschusses eines stperkritischen 
Antisolvens mit geringer Solventationskraft fur das 
Protein mit Tr6pfchen einer flussigen LOsung des 
Proteins in einem Solvens fur das Protein, wobei 
die TrOpfchen Durchmesser von ungefahr 10 pm 

20 bis ungefahr 500 ^m besitzen. mit einer zum Lflsen 
in und Expandieren der flussigen LOsung und Pra- 
zipitieren der trockenen Proteinpartikel geeigneten 
Geschwindigkeit ohne den Druck des superkriti- 
schen Antisolvens im wesentlichen zu andern. 

25 

2. Verfahren gemai3 Anspruch 1 , bei dem das Protein 
eine geringe WasserlOslichkeit besitzt. 

3. Verfahren gemaB Anspruch 1 , bei dem das Protein 
30 &D hydrophobes Enzym ist. 

4. Verfahren gemafi Anspruch 1 . bei dem das Protein 
aus der Gruppe bestehend aus Insulin, Katalase, 
Adrenocorticotrophinhormon und Peroxidase aus- 

35 gewahttist. 

5. Verfahren gemaS einem der AnsprQche 1 bis 4, bei 
dem das superkritische Antisolvens aus der 
Gruppe bestehend aus Kohlendioxid, Ethan, Ethy- 

40 len. Schwefelhexafluorid, Distickstoffoxid, Chlor- 
trrfluormethan, Monofluormethan und Mischungen 
davon ausgewahit ist 

6. Verfahren gemaB Anspruch 5. bei dem das super- 
45 kritische Antisolvens Kohlendioxid ist. 

7. Verfahren gemaiJ einem der AnsprOche 1 bis S, bet 
dem das LOsungsmittel fur das Protein aus der 
Gruppe aus Ethanol, Dimelhylsulfoxid, Tetrahydro- 

60 furan, Essigsaure, Formamid, N,N-Dimethylforma- 
mid. EthylenglycoI,flussigem Polyethylenglycol und 
N,N-Dimethylanilin ausgewahit Ist 

8. Verfahren gemaB Anspruch 6, bei dem das 
55 Usungsmittel fQr das Protein wassriges Ethanol 

ist 

9. Verfahren gemaB einem der AnsprOche 1 bis 7, bei 
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dem die LOsung des Proteins in ein Konlinuum des 
superkritischen Antisotvens gespruht wird. 

10. Verfahren gemSB einem der AnsprOche 1 bis 8, bei 
dem das Protein allgemein kugelfOrmige Partikel 
mit einem entsprechenden Durchmesser von weni- 
ger als 1 tim bildet 

11. Verfahren gemSB einem der AnsprOche 1 bis 8. bei 
dem das Protein nadelShnliche Partikel mit einem 
durchschnittlichen Durchmesser von weniger als 3 
;im bildet 

12. Verfahren gemSR einem der AnsprOche 1 bis 10. 
bei dem die TrOpfchen der LOsung des Proteins 
korrtinuierlich im Gieichstrom mit einem Strom des 
Antisolvensgases gefOrdert w^erden. 

13. Verfahren gemaB einem der AnsprOche 1 bis 10. 
bei dem die TrOpfchen der i_Osung des Proteins 
korrtinuierlich im Gegenstrom mit einem Strom des 
Antisolvensgases gefdrdertwerden. 

Revendications 

1. Proc6d6 de formation de microparticules s6ches 
d'une prot6ine pr6sentant un diamfetre §quivatent 
inf 6rieur kSiim environ avec une repartition de par- 
ticules 6troite qui comprend I'apport d*un excfes 
d'antisolvant supracritique pr6sentant un faiWe 
pouvoir solvant pour la prot6rne en contact avec 
des gouttelettes d'une solution Itquide de ladtte pro- 
t6ine dans un solvant pour la prot6ine. les gouttelet- 
tes pr6sentantdes diamfetres compris entre environ 
10 pm et environ 500 ^m. k un d6bit contrOI6 per- 
mettant leur dissolution dans et Texpansion de la 
solution liquide et la pr6cipitation des particules de 
prot6ine s6ches sans modification sensible de la 
pression de Tantisofvanl supraaitique. 

2. Proc6d6 selon la revendication 1 . dans lequel ladfte 
prot6ine pr6sente une faiWe solubility dans I'eau. 

3. Proc6d6 selon ta revendication 1 , dans lequel ladite 
prot6ine est une enzyme hydrophobe. 

4. Proc6d6 selon la revendication 1 . dans lequel ladite 
prot^ine est choisie dans le groupe compost de 
rinsuline. de la catalase. de morowne adr6nocor- 
tico-trophine et de la peroxydase. 



6. Procdd^ selon la revendication 5, dans lequel ledit 
solvant supracritique est le dioxyde de cartx)ne. 

7. Proc§d6 selon I'une quelconque des revendications 
5 1^5, dans lequel ledit solvant pour ladite prot6ine 

est choisi dans le groupe compost de I'^thanol, du 
dim6thylsulfoxyde, du t6trahydrofurane, de I'acide 
ac6tique. du formamide. du N,N-dim6thylforma- 
mide, de I'^thylfeneglycol. du poly6thyIfeneglycol 
ID liquide et de la N,N-dim6thylaniline. 

8. Proc^^ selon la revendication 6, dans lequel tedit 
solvant pour ladite protSine estde I'dthanol aqueux. 

IS 9. Proc6d6 selon I'une quelconque des revendications 
1 & 7. dans lequel ladite solution de ladite prot6ine 
est pulv6ris6e dans un continuum dudit antisolvant 
supracritique. 

20 1 0. Proc6d6 selon I'une quelconque des revendications 
1 k 8. dans lequel ladite prot6ine forme des particu- 
les globalement globulaires pr6sentant un diam^tre 
^uivalent inf^rieur k 1 iim. 

25 11. Proc6d6 selon I'une quelconque des revendications 
1 k 8, dans lequel ladite prot6ine forme des particu- 
les semblables k des aiguilles prfeentant un dia- 
mdtre moyen inf 6rieur k 3 jim. 

30 12. proc6d6 selon I'une quelconque des revendications 
1^10, dans lequel lesdites gouttelettes de ladite 
solution de ladite prot6ine passent en continu 
6imultan6ment avec un flux dudit gaz antisolvant 

3S 13. Proc6d6 selon I'une quelconque des revendications 
1^10, dans lequel lesdites gouttelettes de ladite 
solution de ladite prot6ine passent en continu k 
conti-e-courant d'un flux dudit gaz antisolvant 

40 



45 



SO 



5. Proc§d6 selon I'une quelconque des revendications 
1 k A. dans lequel ledit solvant supracritique est 
choisi dans le groupe conpos6 du dioxyde de car- 
bone, de l'6thane, de i'6thyl6ne. de I'hexafluorure 55 
de soufre, de I'oxyde nitreux, du chlorotrifluorom6- 
thane, du nfTonofluorom6thane et des m61anges de 
ceux-ci. 



7 



EP0542 314 B1 




8 



FIG. 2 
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FIG. 3 
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FIG. 4 
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